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© Method of surface-treating water-absorbent resin. 

© A method of treating the surface of a water-absorbent resin is disclosed which comprises adding a 
hydrophilic crosslinking agent capable of reacting with at least two functional groups of the water-absorbent resin 
in a hydrophobic organic solvent to crosslink resin at or near its surface. The hydrophilic crosslinking agent is 
added in the form of a dispersion which is obtained by dispersing it in a hydrophobic organic solvent in the 
presence of a surface-active agent. 
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This invention relates to a method of treating the surface of a water-absorbent resin. More specifically, it 
relates to a method of treating the surface of a water-absorbent resin for obtaining a water-absorbent res.n 
having a high initial rate of absorption and an excellent drawing force. Kw „ ianl - 
Attempis have been made in the past to use water-absorbent resins as an absorbs r.n hyg enic 
materials for absorbing body fluids, including sanitary pads and paper diapers. Known ^^wbert 
Tesius for this utility include, for example, a hydrolyzate of a starch/acryion.trile ^^^SX^^ 
No. 3.661.815). a neutralization product of a starch/acrylic acid graft copolymer (U.S. Patent No WWKg. 
a saponification product of a vinyl acetate/acrylate copoiymer (Japanese Laid-Open p *™\™£**™"°. 
14689/1977). a hydrolyzate of an acrylonitrile copolymer or an acrylam.de copolymer Japanese Patent 
Publication No. 15959/1978). and crosslinked products of these polymers or a «^ntod product of 
partially neutralized polyacrylic acid (Japanese Laid-Open Patent Publication No. 84304/1 980)^ 

The properties required of the water-absorbent resins are a high absorbancy and a high rate of 
absorpLn on contact with an aqueous liquid, a strong drawing force for drawing liquid 
containing an aqueous liquid, and a high gel strength. However, the relation among ftese P^dM 
not necessarily show a positive correlation. In particular, the absorbancy is contrad,ctory to the rate of 
Xei Lj. and the drawing force, and as the absorbancy is higher the other proper** i are 
deorSed more. A resin having a high absorbancy may form an "undissolved powder lump whe nt makes 
contact with an aqueous liquid. In this case, liquid does not diffuse through the ent.re particles of the water- 
absorbent resin, and the rate of absorption becomes extremely low. aheftr h fi nt 
One known method of obtaining a water-absorbent resin is to coat the surface of a ^-abso*ent 
resin with a .surface-active agent or a non-volatile hydrocarbon. This method improves the d'sP^ity of 
the water-absorbent resin in the aqueous liquid, but is not entirely effective for .ncreasing the rate of 
absorption and the drawing force of the individual resin particles. 

cTosslinking of the surface of the water-absorbent resin with a hydrophilic crosslinking agent Is ; known 
as another method of improving the above properties with a good balance. Polyhydnc alcohols. Po'VO'V^ 
ethers, haloepoxy compounds, polyvalent aldehydes, polyamines and polyvalent metal salts, J^' ****** 
as the hydrophilic crosslinking agent. In order to form a uniform crossl.nked layer on the surface and 
increase the improving effect it is important to distribute the hydrophilic crosslinking agent uniformly over 
the surface of the water-absorbent resin In performing the crosslinking reaction. 

As methods of distributing the hydrophilic crosslinking agent on the surface of the water-absorbent 
resin, there are known, for example, a method in which a powder of the water-absorbent res.n and the 
hydrophilic crosslinking agent are directly mixed, and as required, the mixture is heat-treated (US. Patents 
Nos 4 666.983 and 4.734.478), and a method in which the water-absorbent res.n is reacted with the 
hydrophilic crosslinking agent in a mixed solvent of water and a hydrophilic «^ * " J" 

presence of water in an inert solvent (U.S. Patent No. 4.541.871 and Japanese Patent Publ.cation No. 

485 According to the former method involving direct mixing of the water-absorbent resin powder and the 
cross linking agent, the crosslinking agent is difficult to distribute uniformly on the surface of the resin 
powder, and the crosslinked surface layer of the resulting water-absorbent resin tends to become non- 

Un,f °When in the latter method, the mixture of water and a hydrophilic organic solvent is used, the 
hydrophilic crosslinking agent dissolves in the mixed solvent and there is a high possibility of the 
crosslinking agent being distributed uniformly on the surface of the water-absorbent resin. However when 
the water-absorbent resin is heated at the time of crosslinking. the mixed solvent is evaporated, and 
consequently it is industrially difficult to separate water and the hydrophilic organic solvent. Furthermore, it 
is very likely that the hydrophilic organic solvent will remain as an impurity in ihe water-absorbent resin. On 
the other hand, when a hydrophobic organic solvent such as cyclohexane and n-heptane is used as the 
inert solvent the hydrophilic crosslinking agent cannot be uniformly dissolved or dispersed in it but 
becomes coarse liquid droplets. The liquid droplets directly make contact with the water-absorbent resin 
and absorbed by part of the water-absorbent resin. As a result the distribution of the crosslinking agent on 
the surface of the water-absorbent resin particles becomes nonuniform, and a uniform surface crosslinkage 

Cann T^us e rsX of these prior efforts, the problems described above have not been solved, and no 
satisfactory technique has been provided which shows a sufficient fleet of improving the vanous properties 
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of the water-absorbent resins with a good balance. 

It is an object of this invention therefore to provide a water-absorb nt resin having well-balanced 
excellent properties such as a high absorbancy or a high rate of absorption upon contact with an aqueous 
liquid and ahigh liquid drawing force by discovering a method of uniformly and efficiently crosslinking the 
5 surface of th water-absorbent resin. 

In order to achieve the above object, we made extensive investigations, and have now found that the 
surface of a water-absorbent resin can be uniformly and efficiently crossiihked by adding a dispersion of a 
hydrophilic crosslinking agent obtained by dispersing the hydrophilic crosslinking agent in a hydrophobic 
orgnic solvent in the presence of a surface-active agent to a suspension of the water-absorbent resin a 
iq hydrophobic organic solvent 

Thus, according to this invention, there is provided a method of treating the surface of a water- 
absorbent resin which comprises adding a hydrophilic crosslinking agent capable of reacting with at least 
two functional groups of the water-absorbent resin to a suspension of the water-absorbent resin in a 
hydrophobic organic solvent to crosslink the surface and its vicinity of the resin, wherein the hydroph.lic 
crosslinking agent is added in the form of a dispersion obtained by dispersing it in a hydrophobic organic 
solvent in the presence of a surface-active agent. . * * ■ 

The water-absorbent resin to be surface-treated by this invention is a resin which contains functional 
groups such as carboxyl. sulfonic acid and amino groups, and in water, absorbs a large amount of water 
and swells to form a hydrogel. Examples of the water-absorbent resin include a hydrolyzate of a 
starch/acrylonitrile graft copolymer, a neutralization product of a starch/acrylic acid graft copolymer, a 
saponification product of an acrylate/vinyl acetate copolymer, a hydrolyzate of an acrylonitrile copolymer or 
an acrylamide copolymer, a modification product of crosslinked polyvinyl alcohol, a neutralization product of 
self-crosslinking polyacrylic acid, a crosslinked polyacrylate salt, and a neutralization product of a crosslin- 
ked isobutylene/maleic anhydride copolymer. 

These water-absorbent resins can generally be obtained by polymerizing water-soluble ethylenically 

unsaturated monomers. . 

The water-absorbent resins used in this invention can be obtained by using monomers having functional 
groups as essential components. Examples of the monomers having functional groups include anionic 
monomers and their salts, such as acrylic acid, methacrylic acid, crotonic acid, maleic acid, maleic 
anhydride, fumaric acid, itaconic acid, 2-(meth)acryloylethanesulfonic acid. 2-(meth)acryloylpropanesulfonic 
acid. 2-(meth)acrylamide-2-methylpropanesuifonic acid, vinylsulfonic acid and styrenesulfonlc acid; and 
cationic monomers or their quaternized products with mineral acids, such as diethylaminoethyl (rneth)- 
acrylate. diethyiaminopropyl (meth)acrylate and dimethylaminopropyl (meth)acrylamide. One or more of 
these monomers can be used. It is preferred to use acrylic acid, methacrylic acid, and their salts as 
essential main components. As required, other monomers may be used in combination with the above 
monomers containing functional groups. The other monomers that can be used are, for example, monomers 
containing nonionic hydrophilic groups, such as (meth)acrylamide. N-substituted (meth)acrylamide. 2- 
hydroxyethyl (meth)acrylate and 2-hydroxypropyl (meth)acrylate. 

Water-absorbent resins obtained by copolymerizing a very small amount of a crosslinking agent having 
polymerizable unsaturated groups or reactive functional groups are preferred to self-crosslinking water- 
absorbent resins without a crosslinking agent. 

Examples of the crosslinking agent include N.N -methylenebis(meth)acrylamide t N-methylol (metn>- 
acrylamide. (poty)ethylene glycol di(meth)acrylate. (poly)propylene glycol di(meth)acrylate. glycerol trl- 
(meth)acrylate. glycerol di(meth)acrylate. polyvalent metal salts of (meth)acrylic acid, trimethyloipropane trl- 
(meth)acrylate. triailyiamine. triailyl cyanurate. triallyl isocyanurate. triallyl phosphate, glycidyl <meth>- 
acrylate. ethylene glycol diglycidyl ether, glycerol tri(di)glycidyl ether, and polyethylene glycol diglycidyl 
ether Two or more of these crosslinking agents may be used in combination. The amount of the 
crosslinking agent used is generally about 0.001 mole % to t.O mole % based on the water-soluble 
ethylenically unsaturated monomers. 

The water-absorbent resins may be obtained by using various polymerization methods such as aqueous 
polymerization, inverse-phase suspension polymerization, precipitation polymerization and bulk polymeriza- 
tion. The aqueous solution polymerization or the inverse-phase suspension polymerization method are 
preferred from the standpoint of operability during polymerization and handlability during the surface- 
treatment of the water-absorbent resins. The inverse-phase suspension polymerization method is especially 
preferred in view of the dispersibility of the water-absorbent resin In a hydrophobic organic solvent. 

The concentration of the monomers in the aqueous solution of the monomers in the production of 
water-absorbent resins by aqueous solution polymerization or inverse-phase suspension polymerization may 
be varied over a wide range. Generally, it is at least 25 % by weight preferably at least 35 % by weight, to 
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a saturation concentration. . 

A conventional water-solubl radical polymerization initiator may b us d in the polymerization. 

Examples include persulfates such as potassium persulfate. sodium persulfate and ammonium persulfat ; 

hydroperoxides such as t-butyl hydroperoxide and cumen hydroperoxide; and azo compounds such as 
5 2 2-azobis-2-amidinopropane hydrochloride. Two or more of these polymerization initiators may be used in 

combination. Furthermore, redox systems composed of a combination of these polymerization initiators and 

reducing agents such as sulfites. L-ascorblc acid and ferric salts may aJso be used. 

By the inverse-phase suspension polymerization method, the water-absorbent resin may be obtained by 

dispersing (suspending) an aqueous solution of a water-soluble ethylenically unsaturated monomer in an 
io inert hydrophobic organic solvent such as n-hexane. n-heptane. n-octane or cyclohexane using a dispersing 

agent such as a sorbitan fatty acid ester, a glycerol or polyglycerol fatty acid ester, a sucrose fatty acid 

ester, cellulose ether or cellulose ester, and then polymerizing the monomer in the presence of a 

crosslinking agent 

The method of this invention comprises adding a dispersion of the hydrophilic crosslinking agent 
obtained by dispersing it in a hydrophobic organic solvent in the presence of a surface-active agent to a 
suspension of the water-absorbent resin obtained by dispersing it in a hydrophobic orgnic solvent, and then 
reacting the mixture to crosslink the surface and its vicinity of the water-absorbent resin. 

The hydrophobic organic solvent used to suspend the water-absorbent resin may be any solvent which 
is inert to polymerization and other reactions. Examples include aliphatic hydrocarbons such as n-pentane. 
n-hexane. n-heptane and n-octane; alicyclic hydrocarbons such as cyclohexane. methylcyclohexane. 
cyclooctane and decalin; aromatic hydrocarbons such as benzene, toluene and xylene; and haiogenated 
hydrocarbons such as chlorobenzene. bromobenzene. carbon tetrachloride and 1 .2-dichioroethane. Espe- 
cially preferred are n-hexane. cyclohexane. chlorobenzene. toluene and xylene. If required, two or more of 
these solvents can be used in combination. 

The amount of the hydrophobic organic solvent used is 0.4 to 20 parts by weight, preferably 0.7 to 10 
parts by weight, per part by weight of the water-absorbent resin. 

The hydrophilic crosslinking agent used in this invention may be any hydrophilic. preferably water- 
soluble compound capable of reacting two or more functional groups of the water-absorbent resin. 
Examples include polyhydric alcohols such as ethylene glycol. Methylene glycol. Methylene glycol, 
tetraethylene glycol, polyethylene glycol, glycerol, polyglycerol. propylene glycol, diethanolamme. 
triethanolamine. polyoxypropylene. oxyethylene oxypropyiene block copolymer, pentaerythritol and sorbitol: 
polyglycidyl compounds such as ethylene glycol diglycidyl ether, polyethylene glycol diglycidyl ether, 
glycerol polyglycidyl ether, diglycerol polygiycidyl ether, polyglycerol polyglycidyl ether, sorbitol poly- 
glycidyl ether, pentaerythritol polyglycidyl ether, propylene glycol diglycidyl ether and polypropylene glycol 
diglycidyl ether; polyvalent aziridines such as 2.2-bishydroxymethyJ butanol-tris[3-(1-aziridinyl)propionate], 
1.6-hexamethylenediethyleneurea and diphenylmethane-bis-4,4 -N.N -diethyleneurea; haloepoxy compounds 
such as epichlorohydrin and alpha-methylchlorohydrin; polyvalent aldehydes such as glutaraldehyde and 
giyoxal; polyamines such as ethylenediamine, diethylenetriamine. triethylenetetramine, tetraethylenepen- 
tamine.' pentaethylenehexamine and polyethyleneimine; polyisocyanates such as 2.4-toluylene diisocyanate 
and hexamethylene diisocyanate; polyvalent metal salts such as aluminum chloride, magnesium chloride, 
calcium chloride, aluminum sulfate, magnesium sulfate and calcium sulfate; and alkyl di(tri)ha!ogenides such 
as 1.4-dibromobutane. 1 .6-dibromohexane and 1 f 3.5-trichloropentane. The polyhydric alcohol, polygiycidyl 
compounds, polyamines and polyvalent metaJ salts are especially preferred. 

The suitable amount of the hydrophilic crosslinking agent used, which varies depending partly upon its 
45 type is generally 0.005 to 5 % by weight based on the water-absorbent resin. If it is less than 0.005 % by 
weight no surface-treating effect can be obtained. If it is larger than 5 % by weight the absorbancy of the 
resin may be reduced. 4 m M 

In the method of this invention, the addition of the hydrophilic crosslinking agent in the form of a 
dispersion obtained by finery dispersing it in the hydrophobic organic solvent in the presence of a surface- 
active agent is especially important for forming a uniform crosslinked layer on the surface of the water- 
absorbent resin and improving the various properties of the water-absorbent resin. In dispersing the 
hydrophilic crosslinking agent in the hydrophobic organic solvent, the hydrophilic crosslinking agent can be 
used as such or in the form of a solution in water or a hydrophilic organic solvent Preferably, it is used as 
an aqueous solution for uniform dispersion. 

The hydrophobic organic solvent used in obtaining the dispersion of the hydrophilic crosslinking agent 
may be the same as those used for suspending the water-absorbent resin. The amount of the hydrophobic 
organic solvent is 1 to 100 parts by weight preferably 5 to 50 parts by weight, per part by weight of the 
hydrophilic crosslinking agent or its solution. 
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the surface-active agent used in obtaining the dispersion of the hydrophilic crosslinking agent may be 
at least one member selected from nonionic surface-active agents, anionic surface-active agents, cationic 
surface-active agents, amphoteric surface-active agents, and polymeric surface-active agents. Examples of 
the non-ionic surface active agents are sorbitan fatty acid esters, pqlyoxyethylene sorbitan fatty acid esters. 

s glycerol or poiyglycerol fatty acid esters, polyoxy ethylene aikyl ethers, polyoxyethylene alkylphenol ethers, 
polyoxyethylene acyl esters and sucrose fatty acid esters. Examples of the anionic surface-active agents 
include higher alcohol sulfates, alkylnaphthaienesulfonates. aikylpolyoxyethylenesulfates and diaJkylsulfosuc- 
cinates. Examples of the cationic surface-active agents are alky! quaternary ammonium salts and alkylamine 
salts. Examples of the amphoteric surface-active agents are alkylbetains and lecithin. Examples of the 

io polymeric surface-active agents are oleophilic polymers having carboxyl groups. Of these, nonionic surface- 
active agents having an HLB of at least 3 or anionic surface-active agents are preferred. 

The suitable amount of the surface-active agent used is 0.001 to 0.5 part by weight per part by weight 
of the hydrophobic organic solvent. If it Is less than 0.0001 part by weight, it is difficult to achieve a uniform 
crosslinking treatment of the surface of the water-absorbent resin with the hydrophilic crosslinking agent. 

is and the final water-absorbent resin obtained tends to shown an insufficient improving effect in properties. If 
it is larger than 0.5 part by weight, no corresponding increase in properties can be obtained. 

If desired, part of the surface-active agent may be incorporated in the hydrophobic organic solvent used 
to suspend the water-absorbent resin. 

The dispersion of the hydrophilic crosslinking agent may be prepared by any method by which the 

20 hydrophilic crosslinking agent can be stably dispersed in the hydrophobic organic solvent by the surface- 
active agent for example by adding the hydrophilic crosslinking agent to the optionally heated hydrophobic 
organic solvent containing the surface-active agent with intense stirring or shaking, or by adding the 
surface-active agent to a mixture of the hydrophilic crosslinking agent and the hydrophobic organic solvent 
with intense stirring or shaking. 

25 In the present invention, the dispersion of the hydrophilic crosslinking agent denotes an emulsion or 
suspension in which the hydrophilic crosslinking agent, or its solution in water or a water-soluble organic 
solvent is dispersed as fine liquid droplets in the hydrophobic organic solvent. The average liquid droplet 
size of the dispersion of the hydrophilic crosslinking agent may vary widely depending upon the particle 
diameter of the water-absorbent resin, and may usually be within the range of 0.01. to 100 micrometers. To 

3Q achieve a uniform surface-treatment, the average liquid droplet size is preferably small, for example 0.01 to • 
50 micrometers. A dispersion having an average liquid droplet size of less than 0.01 micrometer is difficult 
to obtain with an ordinary stirrer, and a special stirrer is required. 

In the method of this invention, the addition of the dispersion of the hydrophilic crosslinking agent to the 
suspension of the water-absorbent resin may be effected by any method, for example by adding the 

35 dispersion of the hydrophilic crosslinking agent to the suspension of the water-absorbent resin with stirring. 

To crosslink the surface and its vicinity of the water-absorbent resin with the hydrophilic crosslinking 
agent, the water-absorbent resin is maintained at the reaction temperature determined according to the type 
of the hydrophilic crosslinking agent obtained. For example, it can be accomplished by maintaining the 
suspension of the water-absorbent resin mixed with the dispersion of the hydrophilic crosslinking agent at a 

40 temperature of usually 10 to 250 "C, preferably 50 to 180 * C to effect crosslinking reaction, or by 
separating the water-absorbent resin from the suspension of the water-absorbent resin mixed with the 
dispersion of the hydrophilic crosslinking agent by filtration or the like and then heat-treating the separated 
resin in an ordinary dryer or a heating oven. 

if the water-absorbent resin is obtained by aqueous solution polymerization or inverse-phase suspen- 
ds sion polymerization, it is difficult to remove water used at the time of polymerization completely. However, 
according to the method of this invention, water-absorbent resins having a water content of 5 to 25 % by 
weight can be used as the starting material. 

According to the method of this invention by which the surface and its vicinity of the water-absorbent 
resin is crosslinked by adding the dispersion of the hydrophilic crosslinking agent which is obtained by 

so dispersing it in the hydrophobic organic solvent in the presence of the surface-active agent to the 
suspension of the water-absorbent resin in the hydrophobic organic solvent, a uniform crosslinked layer can 
be formed on the surface of the water-absorbent resin, and the properties of the surface of the water- 
absorbent resin can be improved so as to adapt them favorably to a water-absorbing material. 

Accordingly, the water-absorbent resin surface-treated by the method of this invention has a high 

55 absorbancy and a high rate of absorption upon contact with an aqueous liquid, and an excellent force of 
drawing liquid from a substrate containing an aqueous liquid. 

Furthermore, the method of this invention is industrially advantageous in that since it does not use a 
hydrophilic organic solvent, the hydrophobic organic solvent used in this invention can be easily separated 
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from water c ntained in the water-absorbent resin or water freshly added. 
The following examples illustrate the present invention in detail. 

The properties of the water-absorbent resins in the following examples were measured by th f (lowing 
methods. 

(1) Absorbancy 

The water-absorbent resin (0.2 g) was uniformly filled In a teabag-type bag (40 mm x 150 mm) made of 
a noS^S^^TtaQ wJ immersed in a 0.9 % by weight aqueous solution of sodium chloride, 
and^ted up 3 minutes later and 30 minutes later, respectively. The bag was drained for a Predetermined 
Sod S time. and rts weight was measured. The absorbancy (g/g) was calcu.ated MMdq ^ 
ofE bag Ster water absorption - blank) by the weight of the water-absorbent res.n. The we.ght of the bag 
alone after absorption was used as the blank. 

(2) Rate of absorption 

The water-absorbent resin (1.0 g) was added to 20 ml of a synthetic urine (containing 1.9 % by weight 
of unTa Sit^SSt - solium chloride. 0.1 % by weight of caicium chloride and * «*JJ * 

magnesium sulfate). Tne time which elapsed until the swollen gel of the resin lost flowab,l,ty as a result of 
absorbing all the synthetic urine was defined as the rate of absorption. 



25 (3) Drawing force 

Twenty milliliters of the above synthetic urine was dropped onto a pieceof tissue paper (55 mm x 75 
mm) Tmate a substrate o«im urine, and 1.0 g of the V""*?^™ £ 

Dlaced on the substrate. Ten minutes later, the swollen gel of the resin was taken and ita i weight was 
30 rnealured and defined as the force to draw the liquid from the tissue paper. Simultaneously, the presence 
of an undissolved powder lump of the added water-absorbent resin was examined. 
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Cyclohexane (250 mi) was aded to a 500 ml four-necked separable flask stirrer, a 

reflux condenser, a thermometer, a nitrogen gas Introducing tube and a dropping funnel, and 2.0 g of 
TSS^SSm (HLB-4.7) was added as a dispersant and dissolved. The dissolved oxygen was 

were Solved in 65.79 g of deionized water in a flask, and then 0.05 g of potassium persulfate was added 
TnTdSved in the solution. Nitrogen gas was blown Into the flask to drive off oxygen dissolved In the 
aqueous solution. ^ ^ ^ ^ ^ ^ separabI flask and dispersed 

by «£?T2o rjm. Then, the bath temperature was raised to 60 C. and the P*""*" , reaction 
was inwated. The reaction mbcture was maintained at this temperature for 2 J«J»WJJ*J 
polymerization. After the polymerization, most of water was evaporated ^^^aT^ * 9 ™ * 
suspension of the polymer in cyclohexane. The resulting polymer had a water content o 8 %. 

Separately. 0.5 g of sorbitan monolaurate (Rheodol SP-L10. a product of Kao Co.. Ltd : HLB = 86) as a 
surfacSve agent was dissolved In 50 g of cyclohexane in a flask. An aqueous solution of 0.18 g of 
SS^Tn-S w£ef was added to the solution with strong shaking and stirring to give a cyclohexane 
dispersion of glycerol. The dispersion had an average liquid droplet diameter of 10 ™ icromete J*- . _ a 
M room temperature, the dispersion was added to the polymer ~P^^ c ^J? tt 23fc?S 
mixture was then filtered. The resulting solid was put in a heating furnace at 1 80 C and heat-treated for 30 
minutes to give a surface-treated water-absorbent resin (1). _ B . n ,„ 

The properties of the resulting water-absorbent resin (1) were examined, and the results are shown .n 

Table 2. 
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EXAMPLES 2-4 



Surface-treated water-absorbent resins (2) to (4) were prepared by reacting Example 1 except that the 
s surface-active agents indicated in Table 1 were used instead of sorbitan monolaurate used to prepare the 
dispersion of the hydrophiiic crosslinking agent in Example 1. The properties of these water-absorbent 
resins (2) to (4) were examined, and the results are shown in Table 2. 
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Table 1 








Example 


Surface- 
treated 


Surface-active agent used 


Average liquid 
dropelt diameter 


75 




water- 
absorbent 
resin 


Type 
(*> 


Amount 

<g> 


(micrometers) of 
the dispersion 
of the cross- 
linking agent 


20 


2 


(2) 


Sorbitan mono- 
stearate 


0.3 


15 


25 


3 


(3) 


Polyoxyethylene 
sorbitan mono- 
stearate 


0.4 


3 


30 


4 


(4) 


Sodioum dialkyl- 
sulfosuccinate 


0.5 


0.9 



3S 
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<*) These surface-active agents are com- 
mercially available from Kao Co., Ltd. under the 
following tradenames. 

Sorbitan monos tea rate (Rheodol SP-S10, 

HLB=4.7) . 

Polyoxyethylene sorbitan monos tea rate (Rheodol 
TW-S120, HLB=14.9>. 

Sodium dialkylsulf osuccinate (Pelex OT-P) • 
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The same polymerization as in Example 1 was carried out except that 1.5 g of ethyl cellulose was used 
instead of 2.0 g of sorbitan. monostearate as the dispersing agent during polymerization. After the 
polymerization, most of water was evaporated by azeotropic dehydration to give a cyclohexane suspension 
of the polymer. The resulting polymer had a water content of 17 %. 

Separately, a solution of 0.04 g of ethylene glycol diglycidyl ether in 2 ml of water and 20 g of 
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cyctohexan were introduced into a flask. A solution of 0.5 g of polyoxy thyl n c tyl ether (Emu gen 220 
a product of Kao Co.. Ltd.; HLB=14.2) in 10 g of cyclohexane was added wrth strong st imng I to i give a 
disp rsion of ethylene glycol diglycidyl ether. The dispersion had an average liquid droplet d,am ter of 5 

miC, The 9 dis S persion was added with stirring to the polymer suspension at room temperature. The mixture 
was heated to 75 " C. and maintained at this temperature for 3 hours. 

Cyclohexane was then removed by filtration, and the resulting solid was dried under reduced pressure 
at 80 * C to obtain a surface-treated water-absorbent resin (5). 

The properties of the water-absorbent resin (5) were examined, and the results are shown in Table 2. 

EXAMPLE 6 
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Example 5 was repeated except that a solution of 0.7 g of aluminum chloride in 5 ml of water was used 
instead of the aqueous solution of ethylene glycol diglycidyl ether as the hydrophilic crosslinking agent. The 
disDersion had an average liquid droplet diameter of 2 micrometers. 

The properties of the resulting water-absorbent resin (6) were examined, and the results are shown in 

Table 2. 



EXAMPLE 7 
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35 



40 



30 2 g of 2-sulfoethyl methacrylate sodium salt 4.2 g of sodium acrylate. 1.1 g of acrylic ac.d and 0.005 
of N N'-methyelenbis-acrylamide were dissolved In 65.9 g of deionlzed water, and nitrogen gas was blown 
into the solution to drive off dissolved oxygen. While this aqueous monomer solution was maintained at 30 
' C 0 05 g of potassium persulfate and 0.003 g of sodium hydrogen sulfite were added. The mixture was 
left'to 'stand to polymerize the monomers and obtain a gel-like hydrous polymer. The hydrous polymer was 
dried in a hot air dryer, crushed by a hammer-type crusher, and sieved by a 28-mesh wire gauze to give a 
polymer having a size below 28 mesh. The polymer had a water content of 9 %. 

35 g of the polymer was added to 200 ml of toluene and the mixture was stirred to give a suspension of 

thS SepaSely. in a flask. 0.5 g of sucrose fatty acid ester (DK Ester F-140 made by Daiichi Industrial 
Chemicals Co . Ltd.; HLB = 13.0) was dissolved in 40 g of toluene, and a solution of 0.03 g of tetraglycerol 
tetraglycidyl ether in 4 ml of water was added to the solution with strong stirring to give a dispersion of 
tetraglycerol tetraglycidyl ether. The dispersion had an average liquid droplet diameter of 3 micrometers. 

The resulting dispersion was added to the polymer suspension and mixed at room temperature with 
stirring. The mixture was then heated to 75 *C. and maintained at this temperature for 3 1 hours. Then, 
toluene was removed by filtration. The resulting solid was dried under reduced pressure at 80 C to g.ve a 
surface-treated water-absorbent resin (7). . 

The properties of the water-absorbent resin (7) were examined, and the results are shown in Table 2. 
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COMPARATIVE EXAMPLE 1 



A solution of 0.18 g of glycerin in 2 ml of water was added at room temperature with stirring to the 
cyclohexane suspension of the polymer obtained by azeotropic dehydration In Example 1. The mixture was 
so filtered. The resulting solid was heat-treated as in Example 1 to give a comparative water-absorbent resin 

(1 * The properties of the comparative absorbent resin (1*) are shown In Table 2. 
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COMPARATIVE EXAMPLE 2 
A solution of 0.04 g of ethylene glycol diglycidyl ether in 2 ml of water was added to- the cyclohexane 
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suspension of the polymer obtained in Example 5, and the mixture was stirred at room temperature. The 
mixture was heated to 75 * C and maintained at this temperature for 3 hours. The reaction mixtur was 
filtered and dried as in Example 5 to give a comparativ water-absorbent resin (2 ). 

The properties of the comparative water-absorbent resin (2 ) were examined, and the results are shown 
5 in Table 2. 



COMPARATIVE EXAMPLE 3 



A solution of 0.03 g of tetraglycerol tetraglycidyl ether in 4 ml of water was added to the toluene 
suspension of the polymer below 28 mesh obtained in Example 7, and mixed with stirring at room 
temperature. The mixture was heated to 75 * C. and maintained at this temperature for 3 hours. Then, as in 
Example 7, the mixture was filtered and dried to give a comparative water-absorbent resin (3 ). 

The properties of the comparative water-absorbent resin (3 ) were examined, and the results are shown 
in Table 2. 

Table 2 
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45 Claims 

1. A method of treating the surface of a water-absorbent resin, which comprises adding a hydrophilic 
crosslinking agent capable of reacting with at least two functional groups of the water-absorbent resin to a 
suspension of the water-absorbent resin in a hydrophobic organic solvent to crosslink the resin at or near its 

so surface, the hydrophilic crosslinking agent being added in the form of a dispersion obtained by dispersing it 
in a hydrophobic organic solvent in the presence of a surface-active agent. 

2. A method according to claim 1 in which the surface-active agent comprises at least one nonionic, 
anionic, cationic or amphoteric surface-active agent 

3. A method according to claim 1 or 2 in which the dispersion of the hydrophilic crosslinking agent has 
55 an average liquid droplet size of 0.01 to 100 micrometers, preferably 0.01 to 50 micrometers. 

4. A method according to any one of the preceding claims in which the hydrophilic crosslinking agent 
comprises at least one compound which is a polyhydric aicohol. polyglycidyl compound, polyamine, 
haioepoxy compound, polyvalent aldehyde or polyvalent metal compound. 
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5 A method according to any one of the preceding claims in which the hydrophilic crossjinking agent is 
used in an amount of 0.005 to 5% by weight based on the water-absorbent resin. 

6 A method according to any one of the preceding claims wherein the hydrophobe organic solvent 
comprises at least one aliphatic, alicycllc, aromatic or halogenated hydrocarbon 

7. A method according to any one of the preceding claims in which the hydrophobic orgamc solvent 
used to suspend the water absorbent resin is used in an amount of 0.4 to 20, preferably 0.7 to 10. parts by 
weiaht based on the water-soluble resin. 

8. A method according to any one of the preceding claims wherein the hydrophobic organic solvent 
used to obtain the dispersion of crosslinking agent is used in an amount of 1 to 100. preferably 5 to 50, 
parts by weight based on the hydrophilic crosslinking agent or its solution. 

9 A method according to any one of the preceding claims wherein at least one of the at least two 
functional groups of the water-soluble resin is a carboxy. sulphonic actd or amino group. 

10 A method according to any one of the preceding claims in which the water-absorbent resin has 
been obtained by subjecting an aqueous solution of a water-soluble ethylenically unsaturated inoimfto 
inverse phase suspension polymerization in the presence of a crosslinking agent and a d.spers.ng agent in 
a hydrophobic organic solvent inert to the polymerization. 
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